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EXECUTIVE SUMMARY 


This report describes a test program in which several orbital debris shield designs were 
impact tested using the inhibited shaped charge launcher facility at Southwest Research Institute. 
This facility enables researchers to study the impact of one-gram aluminum projectiles on various 
shielding designs at velocities above 1 1 km/s. A total of twenty tests were conducted on targets 
provided by NASA-MSFC. This report discusses in detail the shield design, the projectile 
parameters and the test configuration used for each test. A brief discussion of the target damage 
is provided, as the detailed analysis of the target response will be done by NASA-MSFC. 



1.0 INTRODUCTION 


This report describes a test program in which several orbital debris shield designs were 
impact tested using the inhibited shaped charge launcher (ISCL) facility at Southwest Research 
Institute (SwRI). The ISCL facility enables researchers to study the impact of one-gram 
projectiles on various shield designs at velocities above 1 1 km/s. A total of twenty tests were 
conducted on targets provided by NASA-MSFC. 

2.0 BACKGROUND 

The basis for the ISCL is a metal-lined explosive cavity, referred to as a shaped charge. 
This device generates a long, plastically-deforming jet of material that travels at high speeds. 
Shaped charges, which have great penetrating capabilities, have been used for many years in 
anti-armor warheads and as oil well perforators. 

The ISCL isolates the high-speed jet tip of the shaped charge through the use of an 
inhibitor. The inhibitor is placed within the cavity of the shaped charge. It allows the jet tip to 
develop as usual but prevents the remainder of the jet from forming. The isolated jet tip is the 
projectile used to simulate space debris. 

The concept of an inhibited shaped charge launcher was first examined in the early 1960's. 
A re-examination of this concept began in 1987, when NASA-JSC funded SwRI to develop an 
explosive launcher for simulation of orbital impacts. Since then, several programs have been 
conducted by SwRI (one funded internally by SwRI, one by DNA, and the remainder by NASA) 
to refine the explosive launcher concept. 

To utilize the explosive launcher in an environment that simulates the conditions in space, 
an evacuated hypervelocity launcher facility was designed and fabricated at SwRI. This facility 
increased the usefulness of the ISCL as a testing instrument by providing the means for 
conducting impact tests within a vacuum. It was designed to hold targets of various sizes and 
configurations so that different shield concepts could be tested. 

3.0 TEST PROCEDURES 

All tests were performed within the SwRI inhibited shaped charge launcher facility (Figure 
1). Reduced pressures between 4 and 6 Torr were used in the target chamber. 

An aluminum (1100-0) lined shaped charge with a 30° included angle was used for each 
test. Octol 70/30 was cast upon the aluminum liner to form the charge. The charge was initiated 
using an explosive bridge-wire detonator (EBW) and a precision initiation coupler (PIC). An 
OFHC copper inhibitor was used for each test to inhibit the formation of the shaped charge jet. 
(The reader is referred to Reference i for a detailed description of the ISCL concept.) Figure 2 
shows a shaped charge with an inhibitor placed inside the aluminum liner. 
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Figure 2. Shaped Charge with Inhibitor. 



Flash x-ray (raR) equipment was positioned to take radiographs of the projectile and 
debris cloud at various positions in the target chamber. Kodak direct exposure film (DEF) was 
used for all tests. The projectile geometry was measured from these radiographs and its velocity 
was calculated based on its position on the radiographs and the time at which the FXRs were 
taken. 

The ISCL was configured to provide three (3) orthogonal views. The first FXR station 
used an HP 180 kV system with standard x-ray heads. The standard heads at this station 
produced low quality images of the projectiles, as the low-density aluminum projectiles do not 
absorb a large amount of this wavelength of x-ray. The image quality was enhanced during this 
program by placing an NDT-9 intensifier screen behind the film (intensifier screens are not 
required with the DEF film). This initial FXR station was used to determine the position-in-time 
and the integrity of the projectile. 

The second and third FXR stations used HP 300 kV systems with soft x-ray heads. These 
soft heads create x-rays which are readily absorbed by the low-density aluminum material. Thus, 
a much clearer image of the projectile was produced with this type of system The first soft FXR 
station was positioned to produce a radiograph of the projectile before it impacted the target. 
The projectile geometry and position-in-time were measured from this radiograph. The second 
soft FXR station, which was only used for the zero-degree obliquity tests, was positioned 
between the wall plate and the witness pack to provide a view of the post-impact debris cloud. 

The FXR pulsers for each orthogonal view are triggered by time delay using Hewlett 
Packard (HP) Model 43 1 14A digital delay generators. The delay generators are activated by the 
signal sent from the Reynolds FS-10 firing module to the detonator. Delay times were calculated 
prior to each test based on the position of the x-ray heads and the anticipated projectile velocity. 
Figure 3 shows the orientation for the pre-impact FXR stations. 

ORTHOGONAL ORTHOGONAL 

STATION 1 STATION 2 



Figure 3. FXR Stations 1 and 2 Orientation. 

During some tests, the third FXR station pulser was triggered using a make-screen. A 
make-screen consists of two pieces of aluminum-foil separated by a piece of mylar. A 700 volt 
potential is placed across the foils. However, since the Mylar is non-conductive, the current 
cannot flow from one foil to the other. Therefore, electronically the make-screen appears as an 
open switch. When a metallic object penetrates the screen, the switch is closed and the current 
flows from one foil to the other. This flow of current (or closing of the switch) can be detected 
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and recorded by electronic monitoring equipment and the signal can be used to trigger devices 
such as the FXR equipment. For certain tests, a make-screen was positioned such that the leading 
particle behind the target wall would penetrate it and trigger the behind- waU FXR station. Since 
it does not rely on a calculated delay time, such a setup insured that this FXR station would be 
triggered at the proper time. 

Photographs (35mm) were taken before and after each test to show the target 
configuration using Kodak ASA-200 color film. Additional photographs were taken of the fi-ont 
and back faces of each individual target plate after they had been impacted. These photographs 
have been sent to the technical monitor at MSFC. 

Data sheets were filled out during the conduct of each. Information recorded on these 
sheets includes test date and number, inhibitor geometry, x-ray delay times and distances, and 
vacuum pressure. Copies of these data sheets are provided in this report as Appendix A. 

Post test information is also included on these data sheets. This type of information 
includes the projectile geometry, orientation, mass, and velocity. This information is acquired by 
examining the radiographs on a back-lit digitizing table. Values such as geometry, orientation, 
and velocity are provided directly using a software program called FILM developed at SwRI. 
This program allows immediate measurements of the projectile data using simple, yet extremely 
accurate, calibration techniques that are implemented with the ISCL. (The reader is referred to 
Ref. 2 for more information on this calibration system). 

A summary of the projectile geometry measurements is provided in Table 3 (see Appendix 
B). In this table, a total angle (pitch and yaw) is provided with a quadrant value. This quadrant is 
the location in which the projectile is angled towards. The quadrant numbering system is that of 
the standard Cartesian coordinate system and is taken looking at the impact surface of the target 
from the charge (Quadrant 1 being in the upper right-hand comer with numbers increasing 
counter-clockwise). When a target was tested at other than 0° obliquity, the target was first 
positioned on a level surface and then rotated clockwise (looking down on the target) to achieve 
the proper angle. When this was done, quadrants 1 and 4 were closer to the charge than 
quadrants 2 and 3. 

Since the ISCL projectile is not a sphere or a perfect rod, some estimations are made 
when deterrnining its mass. To provide the best possible estimate of projectile mass, the projectile 
for each test was analyzed individually. The assumptions made and the analysis done for each test 
is provided as Appendix C of this report. In most cases, values for the projectile inner diameter, 
outer diameter, length, L/D ratio, and total inclination angle (yaw and pitch) are provided based 
on the projectile shape. 

4.0 TEST RESULTS 

Testing began on 22 February 1996. The test matrix originally prepared by MSFC was 
followed until we had a failure of the shaped charge device on Test 7698-14. During this test, the 
RP-87 detonator fired as usual, but failed to detonate the PIC. This resulted in a large portion of 
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the Octol charge being damaged. Although the aluminum liner was not damaged, the charge itself 
could no longer be used for an ISCL test. 

The supplier of the PIC was contacted in an attempt to determine the cause of the failure. 
The company stood by their original response that the RP-87 detonator was sufficient to detonate 
their PIC. Since SwRI had successfully used this detonator / PIC combination 28 times before, 
we agreed with their response and continued testing. 

During the next two tests (Tests 7698-15 and 7698-16), the detonation train of the ISCL 
worked successfully. However, during Test 7698-17, the PIC again did not detonate. The 
program was stopped until a solution could be determined. After several discussions with the PIC 
manufacturer, we decided to implement a more powerful detonator. It was decided that since the 
detonation train worked most of the time, but not aU the time, that our detonator must be at the 
threshold of working with that PIC design. 

Several very fortunate situations simultaneously occurred that allowed the two failed tests 
to be repeated. First, the liners were not damaged by the PIC failures. Second, SwRI had 
another set of liners being prepared to be explosively loaded at the time of the failures. Third, 
NASA-JSC had a few extra ISCL charges in storage at SwRI that they loaned to NASA-MSFC 
so the test series could be completed. 
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3 . Lab at (LO), 


Figure 5. U.S. Lab at 45° (L45). 
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Figure 6. U.S. Lab Enhanced at 0° (LEO). 


Figure 7. U.S. Lab Enhanced at 45' 


Testing resumed on 12 March 1996 with Test 7698-18. The final five tests (Tests 
7698-18 through 7698-22) were completed in two days. Table 1 provides detailed information 
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about the targets that were impacted during this test program. Figures 4 through 7 show several 
types of targets that were tested. The nomenclature for the targets is that the initial plate is the 
“face plate,” followed by either a fabric layer (consisting of Nextel and Kevlar) or an MLI layer 
(which consists of several layers of multi-layer insulation), the second plate is the “wall plate,” 
which is followed by the witness pack. 

Table 1. Target Descriptions 


i TARGETNAME 

ABREVlATiC^ 

TARGET DESCRIPTION 

Witness Pack (For ALL Tests) 

I 

NONE 

6" Space 
0.020” Ai Plate 
2" Space 
0.020" Al Plate 
2" Space 
0.020" Al Plate 

U.S. LAB 

LO 

0.032" Al 6061-T6 

2/3 Scale 

and 

1.500" Space 

0°, 45°, and 65° Obliquity 

L45 

20 Layers MLI 


and 

1.500" Space 


L65 

0.125" Al 2219-T87 
Witness Pack 

U.S. LAB 

L45F 

0.050" Al 6061-T6 

FuU Scale 


2.250" Space 

45° Obliquity 


20 Layers MLI 
2.250" Space 
0.188" Al 2219-T87 
Witness Pack 

U.S. LAB ENHANCED 

LEO 

0.050" Al 6061-T6 

! 2/3 Scale 

and 

1.500" Space 

i 0° and 45° Obliquity 

LE45 

1 4 Layers NEXTEL 

i! 

:i 

1! 

ij 


4 Layers KEVLAR 
1.500" Space 
0.125" Al 2219-T87 
Witness Pack 

!| U.S. LAB ENHANCED 

LE0.8 

0.063" Al 6061-T6 

•j 0.8 Scale 

and 

1.800" Space 

'! 0° and 45° Obliquity 

ij 

ij 

LE45.8 

5 Layers NEXTEL 
5 Layers KEVLAR 
I 1.800" Space 

0.150" Al 2219-T87 
Witness Pack 

:| U.S. LAB ENDCONE 

LECO 

0.032" Al 6061-T6 

:| 2/3 Scale 

and 

1.000" Space 

0° and 45° Obliquity 

ji 

'1 

LEC45 

20 Layers MLI 
4.810" Space 

;! 

ii — 


0.125" Al 2219-T87 
Witness Pack 


6 




TARGET NAME 

ABREVIATION 

TARGET DESCRIPTION | 

U.S. LAB ENDCONE 
Full Scale 

0° and 45° Obliquity 

LECOF 

and 

LEC45F 

0.050" A1 6061-T6 j 

1.500" Space j 

20 Layers MLI j 

7.22B" Space 
0.188" A1 2219-T87 
Witness Pack 

JEM 
2/3 Scale 

0° and 45° Obliquity 

JEMO 

and 

JEM45 

i i 

0.032" A1 6061-T6 
1.500" Space 
20 Layers MLI 
IJOO" Space 
0.080" A! 2219-T87 
Witness Pack 

I JEM 

1 Full Scale 

i 45° Obliquity 

JEM45F 

i 

1 

0.050" A1 6061-T6 
2.250" Space 
20 Layers MLI 
2.250" Space 
0.125" AI 2219-T87 
Witness Pack 

I U.S. LAB REAR WALL 

1 2/3 Scale 

1 0° and 45° Obliquity 

LRWO 

and 

LRW45 

0.032" Al 6061-T6 
IJOO" Space 
20 Layers MLI 
IJOO" Space 
0.125" Al 5456 
Witness Pack 


NOTE; Space values given are approximate. The addition of the two space values is the true distance 
between the front of the face plate and the rear of the wall plate. 


General target damage measurements were made by SwRI subsequent to the tests. These 
measurements include a rough sketch of the holes in both the face plates and the wall plates for 
each test. Rough measurements, taken with a tape measure, are provided on these sketches and 
in Table 2, which is a brief summary of each test. These sketches and measurements are provided 
as Appendix C. 

MSFC also requested that specific measurements be recorded for the wall plate holes. To 
make these measurements, the wall plate of interest was positioned onto a piece of gridded paper. 
The hole in the plate was traced onto the paper keeping the pencil perpendicular to the paper and 
in contact with the side of the hole. Any cracks that might occur near the impact hole were also 
traced and their lengths recorded. Finally, the longest distance between any two cracks was 
recorded as the tip-to-tip crack length. The tip-to-tip crack length values for each applicable test 
are provided in Table 4 of Appendix D, as are copies of the hole sketches. The detailed analysis 
of the target plates will be done by MSFC. The target materials were shipped back to the MSFC 
technical monitor shortly after the conclusion of the test program FoOowing are brief 
descriptions of each test. 
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WALL DAMAGE 



NO. 


76984 


7698-2 


7698-3 


7698-4 


7698-5 


7698-6 



TARGET 


LO 

l"Dia.Hole 

(2.7”) 

LECO 

3.5" to 4.3" Dia. Hole 
(5.7”) 

LEO 

3" to 4" Dia. Hole 
(11”) 

L45 

4.5" to 7" Dia. Hole 
(7.5”) 

JEMO 

4.5" to 5" Dia. Hole 
(8.3“) 

L 

_ 

4.5" Dia. Hole 
(5.3”) 

LEC45 

4.7" to 6.3" Dia. Hole 
(3.6”) 

LE45 

No Penetration 
(-) 

JEM45 

4" to 6.3" Dia. Hole 
(13”) 

LRW45 

1.5" Dia. Hole 
(3.5”) 

LECOF 

0.5" to 1.25" Hole 
(3.1“) 

LE0.8 

No Penetration 
(-) 


COMMENTS 


Cookie-cut hole. Very symmetric debris pattern. 
Slightly “C” shaped projectile. 

Typical projectile. 

Typical projectile. 

Typical projectile. 

Typical projectile. 


Typical projectile. 

Poorly Formed Small Projectile 


Typical projectile. 

Typical projectile. 

Typical (but longer than usual) projectile. Near the 
Ballistic Limit. 

Poorly Foraied Small Projectile 


Typical projectile. 
Detonator Went, PIC Did Not 
Projectile Hit Stripper #2 - Bad Shot 


Odd Projectile, Had a Flat Impact due to Mass on Side 



No Penetration 
(-) 

































































TEST 7698-1 


This test resulted in a slightly larger than average (1.35 gram) projectile. An elliptical 
hole, roughly 15.2 by 10.2 cm (6 by 4 inches), was produced in the face sheet. This hole was 
jagged and the plate petalled in several places. The MLI layer was shredded, as was the case in 
each test in which the material was used. A 2.5 cm (1 inch) diameter hole was produced in the 
wall of the target. This was a “cookie-cut” hole, as there were no petals. A large hole resulted in 
the first two witness plates and the third witness plate was severely deformed with many small 
holes. 

The third FXR station for this test was configured to be tnggered using a make-screen. 
However, although the screen was working prior to test, during the evacuation of the target 
chamber it malfunctioned. Therefore, the station was triggered using a calculated time delay. A 
very nice post-impact debris pattern was captured during this test. Contact-prints of these 
radiographs are shown in Appendix E. Note that the make- screen is visible in each radiograph. 

TEST 7698-2 

The projectile for this test was cylindrically shaped with about one-fifth of the perimeter 
missing (shaped like the letter “C”). Its mass was right at the average value of 1.12 grams. The 
hole in the face plate had a diameter from about 8.9 to 10.7 cm (3.5 to 4.2 inches) with one large 
petal that extended to about 10.6 cm (4.2 inches) from the estimated impact point. The hole in 
the wall plate was typically 3.1 cm (1.2 inches) in diameter with one petal widening the hole to 
5.6 cm (2.2 inches) wide. Witness Plate 1 had a roughly 15.2 cm (6 inch) hole with several 
smaller holes around it. Plate 2 had several holes and Plate 3 had only a few holes. The behind- 
wall plate radiographs reveal a very concentrated debris pattern. 

TEST 7698-3 

The projectile in this test has a slightly longer L/D ratio than average (2.3), but is about 
the average mass (.99 grams). The hole in the face plate is about 7.6 cm (3 inches) in diameter 
and extends to 8.9 cm (3.5 inches) and 10.2 cm (4 inches) at two petal locations. The wall plate 
has a jagged hole that varies between 8.9 and 12.7 cm (3.5 and 5.0 inches) in diameter and up to 
19.1 cm (7.5 inches) at a petal. All three witness plates had multiple small holes and rearward 
deformation. 

TEST 7698-4 

This was the first 45° obliquity test. The aim point for this and ail oblique-impact tests 
was 5.1 cm (2 inches) forward horizontally from the center of the wall plate. This modification 
of the impact point insured that all plates would be impacted during the high-obliquity tests. As 
for all oblique impacts, the third (behind-wall) FXR station was not used for this test. 

The projectile for Test 7698-4 had an L/D of 1.98 and a mass of 0.94 grams. The face 
plate had a roughly 1 1 .4 cm (4.5 inch) hole that extended to as much as 17.8 cm (7 inches) at one 
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point. The wall plate had a roughly 6.4 cm (2.5 inch) diameter hole, and cracks ran left and right 
10.2 and 6.4 cm (4 and 2.5 inches) respectively. Cracks that extended to the edge of the plate ran 
up and down such that the plate was cut in two. Damage on the witness plates decreased from 
many small holes on the front plate to only a few on the third plate. 

TEST 7698-5 

Test 7698-5 was a 0° obliquity shot. It produced a very jagged hole in the face plate with 
diameter values that varied from 11.4 to 17.0 cm (4.5 to 6.7 inches). The wall plate had a 
nominally 6.4 cm (2.5 inch) diameter hole with several petals that extended the hole size up to 
12.7 cm (5 inches) long. The first witness plate has an 6.4 cm (8 inch) diameter hole and a large 
deflection. Plate #2 was fractured into two pieces with a large hole and deflection. The third 
witness plate is largely deformed and has several small holes in it. The behind-wall radiographs 
show a dispersed debris pattern. 

TEST 7698-6 

A relatively small (.84 gram) projectile was produced during this test. It resulted in a 
jagged face plate hole that was up to 11.4 cm (4.5 inches) in diameter. The wall had a 7.6 cm (3 
inch) diameter hole with a single petal that extended the radius to 6.8 cm (2.7 inches). Witness 
Plate #1 had a large hole and deformation which decreased in Plate #2. Plate #3 had only a few 
small holes. The behind-wall radiographs show a debris cloud consisting of mainly small 
particles. 

TEST 7698-7 

This test was another 45° shot. A low L/D (1.15) projectile with a mass of 0.99 grams 
was produced. The face plate hole was about 11.9 cm (4.7 inches) in diameter and the longest 
petal extended the hole radius to 15.7 cm (6.2 inches). The hole in the wall plate was around 
3.8 cm (1.5 inches) in diameter with no petalling. Damage was minimal to Witness Plate #1 and 
Plate #2 was not damaged. 

TEST 7698-8 

This test produced a projectile that was not well formed. It appeared to be a cylinder that 
consisted of only about half of the cylinder wall. Although a poor shape, it had a substantial 
mass (0.82 grams). The projectile produced an elliptical hole in the face plate that measured 6.4 
by 10.2 cm (2.5 by 4.0 inches). The wall plate was not penetrated but was bulged a few 
centimeters. 

TEST 7698-9 

The projectile for Test 7698-9 produced a very jagged hole which resulted in large petal 
formation in the face plate. The diameter varied from 10.2 to 15.7 cm (4.0 to 6.2 inches). A 
large amount of damage was also done to the wall plate, which was broken in two pieces by the 
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impact. The approximate hole size of the wall plate was 15.2 cm (6 inches). A central hole was 
produced in all three witness plates. The damage decreases from many small holes in Witness 
Plate #1 to only a few small holes in Plate #3. 

TEST 7698-10 

A larger than average projectile (1.42 grams) was produced during this test. The face 
sheet had an almost rectangularly-shaped hole with a minor diameter of 6.4 cm (2.5 inches) and a 
major diameter of 14.0 cm (5.5 inches). The wall plate had a 3.8 cm (1.5 inch) diameter hole 
with no petals. Witness Plate #1 had a large 12.7 cm (5 inch) diameter hole in it. This damage 
decreased to multiple small holes by Plate #2 and only a few small holes by Plate #3. 

TEST 7698-11 

A high L/D ratio (3.4) projectile was produced during this test. It produced a hole with a 
8.9 to 10.7 cm (3.5 to 4.2 inch) diameter in the face sheet. The damage to the wall plate suggests 
the test was very near the ballistic limit of the material. It appears that the small hole in the plate 
was caused by spalling of the rear surface of the plate, not by penetration. The hole, which is 
really a small crack, is about 1.3 cm (0.5 inches) wide by about 3.0 cm (1.2 inches) long. The 
resulting debris on the back side of the wall plate produced only small holes in the initial witness 
plate and only two small impacts on the second plate. 

TEST 7698-12 

A poorly-formed, low-mass (0.76 grams) projectile was produced during this test and 
resulted in no penetration of the target wall plate. The projectile formed a roughly 5.1 cm 
(2 inch) diameter hole in the face plate with no petalling. About a 2.5 cm (1 inch) bulge resulted 
at the impact point on the wall. 

TEST 7698-13 

A very nice projectile was produced during Test 7698-13. It produced a hole in the face 
plate that varied between 8.1 and 11.4 cm (3.2 and 4.5 inches) in diameter and had three large 
petals. A “cookie-cut” hole approximately 1 .5 cm (0.6 inches) in diameter resulted in the wall 
plate. Witness plate damage decreased from about nine small holes in the initial plate to two 
small holes in the third. 

TEST 7698-14 

During this test, the detonator fired while the PIC did not. The result was that the charge 
could not be fired. 

TEST 7698-15 

The projectile formed during this test did not fly straight and it impacted the second 
stripper plate. The impact occurred approximately 1.3 cm (0.5 inches) from the edge of the 
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stripper hole. The result of this near miss was that a large amount of steel spall (from the stripper 
plate) and projectile material impacted and destroyed the target. 

TEST 7698-16 

The projectile produced during this test was not typical. It appears that the projectile 
opened up severely and resembled a flat plat more than a hollow cylinder. The mass of 1.09 
grams was still present, it was just in a non-typical form. The projectile created a 8.1 to 10.2 cm 
(3.2 to 4.0 inch) diameter hole in the face plate and only a 2.0 cm (0.8 inch) high bulge in the 
wall plate. 

TEST 7698-17 

Again, the detonator fired and the PIC did not. No shot occurred. 

TEST 7698-18 

This was the only 65° obliquity test performed during this program. A typically shaped 
projectile was produced but did not penetrate the wall plate. It did produce a jagged hole in the 
face plate that measured between 15.2 and 17.8 cm (6 and 7 inches) in diameter with one crack 
that ran to the bottom edge of the plate. 

TEST 7698-19 

Another very nice projectile was produced during this test. It produced a highly-petalled 
hole in the face plate. Hole diameters varied from 7.6 to 11.4 cm (3.0 to 4.5 inches). A “cookie- 
cut” hole resulted in the wall plate. Its measured about 2.0 by 5.1 cm (0.8 by 2.0 inches). The 
test resulted in a large number of small holes in Witness Plate #1. The number of small holes 
decreased greatly by Plate #2 and only one hole was created in Witness Plate #3. 

TEST 7698-20 

The projectile for this test appeared to be an opened-up cylinder whose cross-section 
looked like the letter “C”. It produced a jagged hole in the face plate that measured about 
11.4 cm (4.5 inches) in diameter. The hole diameter increased to 15.7 cm (6.2 inches) at two 
locations where petals occurred. The wall plate had a hole with a nominal diameter of 4.3 cm 
(1.7 inches) that petalled in two places. The petalling of the wall plate increased the hole 
diameter to 6.9 cm (2.7 inches) at one point. All three witness plates had a main hole that was 
approximately 1.3 cm (0.5 inches) in diameter. Plate #1 had approximately 40 smaller holes that 
decreased to 5 by Plate #3. 

TEST 7698-21 

Due to a malfunction of the X-ray equipment, we did not get an image of the projectile 
during this test. Only the third FXR station triggered properly and produced a nice image of the 
behind wall debris pattern. The hole in the face plate was nominally 7.6 cm (3 inches) in 


13 



diameter and had only a small amount of petalling. The hole in the wall plate was 3.8 cm (1.5 
inches) in diameter and had a single petal that extended the hole size to 8.9 cm (3.5 inches). Four 
long cracks ran from the hole in the wall plate. Witness plate damage was typical, with a large 
number of small holes in Plate #1 that reduced to a few small holes by Plate #3. 

TEST 7698-22 

The 0.98 gram projectile produced during the final test produced a 10.2 cm (4 inch) 
diameter hole in the face plate. One large and several small petals occurred in this plate. The 
wall plate had a “cookie-cut” hole with four large cracks running from it. The hole was about 1.3 
by 2.5 cm (0.5 by 1.0 inches). The first and second witness plates had about eight small holes 
and one 1 .0 cm (0.4 inch) diameter hole through them. The third witness plate only had a single 

0. 5. cm (0.2 inch) diameter hole. 

5.0 SUMMARY 

A total of twenty ISCL tests were performed on shield designs provided by NASA- 
MSFC. Flash x-rays were used to image the ISCL projectile before impact for projectile velocity 
and geometry measurements. In some tests, flash x-rays were used to image the behind-wall 
debris pattern. The average projectile mass was 1 .05 grams and the average velocity was 1 1 .45 
km/s. Basic measurements of hole size and shape were made and are included in this report. 
Detailed analysis of the targets will be done by NASA-MSFC. 
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APPENDIX A 


Test Data Sheets 



INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 

TEST NUMBER 7 ^ 9 ! DATE ^ ~ ■ 32> 

ISCL TEST NO. ! O f 


EXPLOSIVE 


CHARGE NUMBER 
CHARGE WEIGHT 




^jT7> L 


DETONATOR TYPE 

RP-80 


INHIBITOR 

OVERALL HEIGHT 

1.1^1 

fin) 

INNER DIAMETER 

9 

fin) 

FXRs 

HEAD #1: SIZE 

150 

fkV) 

DISTANCE FBOC 

. yi, 

fin) 

DELAY TIME 

/-27 

fusee) K 

HEAD #2: SIZE 

300 soft 


DISTANCE FBOC 

5^7 

an> i 

DELAY TIME 

/irj 

y 

fusee r 

HEAD #3: SIZE 

300 soft 

fkV) 

DISTANCE FBOC 

77 

fin) 

DELAY TIME 

^l7 

fusee) 

VACUUM PRESSURE 

(torr) 

TARGET DESCRIPTION /Lf ^ PC 

LO (ui 

LMf / 

COMMENTS . 

Li A-Ct- • 

/-tec 

CooA-/e - Q^r- /4o/f C ^ / 


^(^Src 


i^j Tr^sj, > i^A^Axi-e . 



INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 

TEST NUMBER 7’i^ 9 F ^ ^ DATE 2 - ^ ^ ^ ^ 

ISCL TEST NO. Ill 


EXPLOSIVE 


CHARGE NUMBER. 
CHARGE WEIGHT. 






DETONATOR TYPE RP-87 


INHIBITOR 


FXRs 


(grams) 


OVERALL HEIGHT 

.-75^ 

(in) 

INNER DIAMETER 

0 

(in) 

HEAD#1: 

SIZE 



(kV) 


DISTANCE FBOC 


(in) 


DELAY TIME 

^/hue 

(usee) 

HEAD #2: 

SIZE 

300 soft 

(kV) 


DISTANCE FBOC 


(in) 


DELAY TIME 

S/h^ 

(usee) 

HEAD #3: 

SIZE 

300 soft 

(kV) 


DISTANCE FBOC 


(in) 




^<75. '^DH.AY TIME 


VACUUM PRESSURE 


, (ton) 


6 


TARGET DESCRIPTION PAs^C Z.EC C? 

(rf^ 10 '/9 


COMMENTS 



INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 

TEST NUMBER 9 F ^ 3 DATE P 3 ~ ^ ^ 

TSrU TEST NO. I ^ ^ l-j-OT ^ ^ 


(y . 


1 


EXPLOSIVE 


CHARGE NUMBER. 




6 3 « 


(grams) 


DETONATOR TYPE 

RP-87 



INHIBITOR 

OVERALL HEIGHT 

1. 151 


-(in) 

INNER DIAMETER 



_ (in) 

FXRs 





HEAD#1: 

SIZE 

150 


_(kV) 

DISTANCE FBOC 

u 


_(in) 


DELAY TIME 

a 


_ (usee) 

HEAD #2: 

SIZE 

300 soft 


_(kV) 

DISTANCE FBOC 



_(in) 


DELAY TIME 

1 1 


_(usec) 

HEAD #3: 

SIZE 

300 soft 


_(kV)\ 

DISTANCE FBOC 

II 


-(in) ( 


DELAY TIME ^ HJi. — 

1 0 

\ 

_ (usecL 

VACIHIM PRESSURE f 


. (ton) 


TARGET DESCRIPTION 

UBO 



0(9 ^ 


COMMENTS 3'^ ^ 

tb 




HU 








INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 


TEST NUMBER , 
ISCL TEST NO. . 






DATE 




EXPLOSIVE 


CHARGE NUMBER. 
CHARGE WEIGHT. 


~i ’ 


JQ- 


DETONATOR TYPE RP-87 


INHIBITOR 


OVERALL HEIGHT. 
INNER DIAMETER . 


I- 73 ? 




FXRs 


HEAD#1: SIZE 




DISTANCE FBOC 

DELAY TIME 

HEAD #2: SIZE 3QQsofi- 


DISTANCE FBOC 

DELAY TIME 

HEAD #3: SIZE 3QQ soft 


DISTANCE FBOC 
DELAY TIME 


VACUUM PRESSURE . 


TARGET DESCRIPTION M 
COMMENTS 


-i^ 


r 


(ton) 


(grams) 


(in) 

.(in) 

_(kV) 

_(in) 

.(usee) 

.(kV) 

_(in) 

. (usee) 







INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 


TEST NUMBER 7^^ 9 F " A 

DATE 7 

- ' 

!SCL TEST NO. / 7 

— 


EXPLOSIVE 

CHARGE NUMBER 
CHARGE WEIGHT 

6^ 7 . e 

_ (grams) 

DETONATOR TYPE 

RP-87 


INHIBITOR 

OVERALL HEIGHT 

h > ^ 

-(in) 

INNER DIAMETER 

6. 

_ (in) 

FXRs 

HEAD#!: SIZE 

150 

_(kV) 

DISTANCE FBOC 

II 

_(in) 

DELAY TIME 

II 

_ (usee) 

HEAD #2: SIZE 

300 soft 

_(kV) 

DISTANCE FBOC 

^ f 
f f 

_(in) 

DELAY TIME 

_ (usee) 

HEAD #^! SIZE 

300 soft 

_(kV) 

DISTANCE FBOC 

*1 

_(in) 

DELAY TIME JS 


_ (usee) 


VACUUM PRESSURE (ton-) 

TARGET DESCRIPTION X/r Af O 


COMMENTS 0^^ (^doo^ S 


i (Z^ 


a / frft r Si 










1 A 





INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 

TEST NUMBER IF" ^ DATE 2 - (q 

ISCL TEST NO. / 


EXPLOSIVE 

CHARGE NUMBER ^ 

CHARGE WEIGHT A > i (grams) 

DETONATOR TYPE RP-87 

INHIBITOR 

OVERALL HEIGHT ^ (in) 

INNER DIAMETER ^ ^ (in) 


FXRs 


HEAD#1: 


SIZE. 


ilQ. 


DISTANCE FBOC. 
DELAY TIME 


M 




HEAD #2; SIZE, 


300 soft 


DISTANCE FBOC 
DELAY TIME 


'f 


HEAD #3: SIZE. 


30Q.SQ&, 


DISTANCE FBOC. 




.(kV) 
.(in) 
(usee) 
,(kV) 
.(in) 
(usee) 
.(kV) 
(in) 


VACUUM PRESSURE 


TARGET DESCRIPTION m 


DELAY TIME ^(uske) 

(ton) 




J 


cl /l-X; 


?■ .A 


COMMENTS 


■'-r 



INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 

TEST NUMBER h 9 F 7 DATE ^ ~ 

ISCL TEST NO. I 3 b 


EXPLOSIVE 


CHARGE NUMBER. 
CHARGE WEIGHT. 
DETONATOR TYPE 


RP-87 


INHIBITOR 

OVERALL HEIGHT h 

TKNTF.R DTAMF.TRR 0 - 


(grams) 


(in) 

(in) 


FXRs 


HEAD#!: 

SIZE 

150 

(kV) 

DISTANCE FBOC 

)i 

(in) 


DEI .AY TIME 


(usee) 

HEAD #2: 

SIZE 

300 soft 

(kV) 

DISTANCE FBOC 

M 

(in) 


DEI AY TIME 

il 

(usee) 

HEAD #3: 

SIZE 

300 soft 

iv}\ 

DISTANCE FBOC 


(in) 


DELAY TIME 


(useeT 

VACUUM PRESSURE 


_ (torr) 


TARGET DESCRIPTION MSI^C 




COMMENTS 



INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 

TEST NUMBER ~7 ^ 1 ^ DATE c? ~ ^ ~ 

ISCL TEST NO. _ . J 7 


EXPLOSIVE 


CHARGE NUMBER. 
CHARGE WEIGHT. 
DETONATOR TYPE 



(o 5 ^ ^ 

RP-82 


INHIBITOR 


OVERALL HEIGHT 
INNER DIAMETER, 


h 


(grams) 


(in) 

(in) 


FXRs 

HEAD #1 : SIZE 1511 (icV) 

DISTANCE FBOC (in) 

DELAY TIME (usee) 


HEAD #2: SIZE 300 soft (kV) 



TARGET DESCRIPTION m Sre ^ 


COMMENTS 


hip 


' food ProT^cr/cr, ^ 04^3 A 




7 


A 3 


TTjf^ 


c, 


-/J^ /AyD ^ 





INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 


TF..<;T NUMBER 9 F " 

DATE 

- a? - == 

TSri.TESTNO. 







EXPLOSIVE 

1 i 

CHARGE NUMBER 
CHARGE WEIGHT 

bST. 7 


_ (grams) 

DETONATOR TYPE 

RP-87 


— 

INHIBITOR 

OVERALL HEIGHT 



_(in) 

INNER DIAMETER 



(in) 

FXRs 

HEAD#l! 55IZE 

150 


_(kV) 

DISTANCE FBOC 

U 


— (in) 

DELAY TIME 

Ll 


(usee) 

HEAD#!! SIZE 

300 soft 


_(kV) 

DISTANCE FBOC 

i / 


_(in) 

DELAY TIME 

c 1 


(usee) 

HF.AD SIZE 

30^so^ 


„(kV) 

DISTANCE FBOC 
DELAY TIME 



_(in) 
(usee) 

VACUUM PRESSURE ^ '/l^ 

TARGET DESCRIPTION t\ SfC 


(ton) 



COMMENTS 



INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 


TEST NUMBER _ 

F- !0 

DATE -2 

-9^ 

ISCL TEST NO. _ 

ri • 

'JLJ. 

— <? 


EXPLOSIVE 




CHARGE NUMBER 



CHARGE WEIGHT 


_ (grams) 

DETONATOR TYPE 

RP-87 

- 

INHIBITOR 




OVERALL HEIGHT 

/, 

-(in) 

INNER DIAMETER 

0.^ 

_(in) 

FXRs 




HEAD#1: 

SIZE 

150 

_(kV) 


DISTANCE FBOC 

a 

-(in) 


DELAY TIME 

h 

_ (usee) 

HEAD #2: 

SIZE 

300 soft 

_(kV) 


DISTANCE FBOC 

// 

-(in) 


DELAY TIME 

U 

_ (usee) 

HEAD #3: 

SIZE ^00 soft / 

_(kV) 


DISTANCE FBOC 


-(in) 


DELAY TIME 

/ \ 

„ (usee) 


VACUUM PRESSURE ^ (torr) 

TARGET DESCRIPTION ^ yS' 


COMMENTS 









INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 

y h 9 F ^ PATH 


TEST NUMBER 
ISCL TEST NO. 


/V/ 


EXPLOSIVE 


CHARGE NUMBER. 
CHARGE WEIGHT. 


/. 


DETONATOR TYPE RP-87 


INHIBITOR 


OVERALL HEIGHT. 
INNER DIAMETER . 


1 


FXRs 


HEAD#1: SIZE 


VACUUM PRESSURE . 




(torr) 


TARGET DESCRIPTION 


M5PC L^O, p 


(grams) 


DISTANCE FBOC 



; / 


DELAY TIME 

; / 


.SITE 

300 soft 


DISTANCE FBOC 

/ / 


PET AY TIME 

/ ' 


SIZE 

300 soft 


DISTANCE FBOC 



DELAY TIME 


:^cM 


(in) 

.(in) 

(kV) 

(in) 

(usee) 

(kV) 

(in) 

(usee) 

(k\^ M? 


(in) )' 


/VC 






r 

I ; 

r 


COMMENTS \/3 ^ A'u L- 



INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 

TEST NUMBER 7^ 9 F ^ DATE - ~ 7 ' - 

ISCL TEST NO. / ^ 

EXPLOSIVE 

CHARGE NUMBER 

CHARGE WEIGHT (grams) 

DETONATOR TYPE RP-87 


INHIBITOR 


OVER AT T . HEIGHT 


fin) 

INNER DIAMETER 


fin) 

FXRs 




HEAD#1: 

SIZE 

150 

(kV) 

DISTANCE FBOC , 

ll 

fin) 


DELAY TIME 

}' 

fusee) 

HEAD #2: 

SIZE 

300 soft 

(kV) 

DISTANCE FBOC 

I; 

(in) 


DEI AY TIME 

ll 

fusee) 

HEAD #3: 

SIZE 

300 soft 

(kV) 

DISTANCE FBOC 


(in) 


DELAY TIME 


fusee) 


VACUUM PRESSURE (torr) 

TARGET DESCRIPTION SFC L ^ STP 


COMMENTS 



INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 


TEST NUMBER _ 

9 S’ - ^ 

N 

__ DATE 

3 - 

ISCL TEST NO. _ 

/vf IHi_ 



EXPLOSIVE 




CHARGE NUMBER 

/b 


CHARGE WEIGHT 

b ^5". 6 

(grams) 

DETONATOR TYPE 

RP-87 


INHIBITOR 


/. 7 7D 

(in) 

OVERALL HEIGHT 

INNER DIAMETER 

0^ Y6 8 

(in) 

FXRs 




HEAD#1: 

SIZE 

150 

(kV) 

DISTANCE FBOC. 


(in) 


DELAY TIME 

/ y 

(nsec) 

HEAD #2: 

SIZE 

300 soft 

(kV) 

DISTANCE FBOC. 

r 

(in) 


DELAY TIME 

1 1 

(usee) 

HEAD #3: 

SIZE 

300 soft 

(kV) 

DISTANCE FBOC 

\l 

(in) 


DEI .AY TIME H 

(usee) 

VArrUTM PRESSURE 

(ton) 


TARGET DESCRIPTION 5 

p 






COMMENTS 



INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 

TEST NUMBER ~7 h ^ ^ ^ DATE — — 

ISCL TEST NO. 


EXPLOSIVE 


CHARGE NUMBER. 
CHARGE WEIGHT. 


3 




DETONATOR TYPE RP-87 


INHIBITOR 


FXRs 


HEAD#1: 


HEAD #2: 


HEAD #3: 


VACUUM PRESSURE 


2_ 


. (ton) 


TARGET DESCRIPTION 


/M 


(grams) 


ALL HEIGHT 

1 . 75t) 

(in) 

(DIAMETER 

0 < 

V 

(in) 

55T7K 

150 


(kV) 

DISTANCE FBOC 


// 

(in) 

DELAY TIME 


// 

(usee) 

ST7T! 

:^QQsoft 

(kV) 

DISTANCE FBOC 


// 

(in) 

rvFr AYTIME 


/ 

(usee) 

SIZE 

300 soft 

(kV) 

DISTANCE FBOC 


// 

(in) 

nEf.AYTIME 


(usee) 


LVzd^^ (jbLfujt 





f o 



COMMENTS 



INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 

TEST NUMBER 9 F ^ ' ^ DATE - ~ ~ £ 

ISCL TEST NO. 


EXPLOSIVE 

CHARGE NUMBER ' 

CHARGE WEIGHT . ~ '■ ^ (grams) 

DETONATOR TYPE RP-87 

INHIBITOR 

OVERALL HEIGHT ' ' ^ (in) 

INNER DIAMETER ^ " (in) 


FXRs 


HEAD#1: SIZE. 


15H 


HEAD #2: 


DISTANCE FBOC 

DELAY TIME 

SIZE SQOsofL 


(kV) 

(in) 


DISTANCE FBOC 
DELAY TIME 

HEAD #3: 

DISTANCE 

VACUUM PRESSURE 
TARGET DESCRIPTION ^ 




COMMENTS fgO 



INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 

TEST NUMBER ~7 h ^ S '' !? DATE 1 

ISCL TEST NO. ^ ^ 


EXPLOSIVE 


CHARGE NUMBER. 
CHARGE WEIGHT. 




O' ^ 




DETONATOR TYPE RP-87 


INHIBITOR 


OVERALL HEIGHT . 
INNER DIAMETER. 




oS 


FXRs 


HEAD#1: SIZE. 


15SL 


HEAD #2; 


DISTANCE FBOC 

DELAY TIME 

SIZE 3Q0sq£L 


DISTANCE FBOC. 
DELAY TIME 


(grams) 


(in) 

.(in) 

.(kV) 

-(in) 

.(usee) 

.(kV) 

.(in) 

.(usee) 



TARGET DESCRIPTION 




COMMENTS 



INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 

TEST NUMBER 9 F ^ ? DATE — 

Tsrr.TRSTNO. ^7 


EXPLOSIVE ^ ^ 

CHARGE NUMBER 

CHARGE WEIGHT (grams) 

DETONATOR TYPE RP-87 


INHIBITOR 

/ 7V 7 

OVERALL HEIGHT i (in) 

INNER DIAMETER 0 > (in) 

FXRs 

HEAD#!: SIZE. iill 

DISTANCE FBOC L (in) 

DELAY TIME ^ (nsec) 

HEAD #2: SIZE 3Q0so££ O^V) 

DISTANCE FBOC '' (in) 

DELAY TIME (usee) 

HEAD #3: 

DISTANCE FBOC 
DELA 

VACUUM PRESSURE 
TARGET DESCRIPTION L’' 



COMMENTS 

HO 



7 \ 



INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 

TEST NUMBER 9 F ^ /? DATE ^ 

ISCL TEST NO /VF t 


EXPLOSIVE 

CHARGE NUMBER 
CHARGE WEIGHT, 




DETONATOR TYPE RP-81 


INHIBITOR 


OVERALL HEIGHT 
INNER DIAMETER. 


/, 7^0 


(grams) 


(in) 

(in) 


FXRs 

HEAD#1: SIZE JiQ 

DISTANCE FBOC (in) 

DELAY TIME 1 (usee) 


HEAD #2: SIZE SQQsoB — O^V) 

DISTANCE FBOC (in) 

// 





2? i’1 


COMMENTS 


/ iV 6 ^ 



INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 

TEST NUMBER 9 F ^ ^ ^ DATE ~ ^ 

ISCL TEST NO. 


EXPLOSIVE 


CHARGE NUMBER. 
CHARGE WEIGHT _ 


a. 


hsi-o 


DETONATOR TYPE RP-87 


INHIBITOR 


OVERALL HEIGHT. 
INNER DIAMETER . 


|,^5D 




FXRs 


HEAD#1: 

DISTANCE FBOC. 

DELAY TIME. 

HEAD #2: SIZE 3QQsQft 

DISTANCE FBOC. 

DELAY TIME 

HEAD #3: 300 soft 

DISTANCE 
D 

VACUUM PRESSURE 
TARGET DESCRIPTION ^ 


(grams) 


(in) 

.(in) 



COMMENTS 



INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 


TEST NUMBER _ 

7^ 9 F ' 

DATE 

. 

o ' 

I55CL TEST NO. 





EXPLOSIVE 

CHARGE NUMBER 

/3 


CHARGE WEIGHT 

6 ST- 

(grams) 

DETONATOR TYPE 

RP-87 


INHIBITOR 


/. 


OVERALL HEIGHT 

(in) 

INNFJi DIAMETER 


(in) 

FXRs 

HEAD#1: 

SIZE 

150 

T 

(kV) 

DISTANCE FBOC 


(in) 


DEI AY TIME 

? / 

(usee) 

HEAD #2: 

SIZE 

300 soft 

(kV) 

DISTANCE FBOC 


(in) 


DEI AY TIME 

h 

(usec)_T 

HEAD #3: 

SIZE 

300 soft 

(kV) 

DISTANCE FBOC 

i\ 

(in) 


DELAY TIME 


(usee) 

VACUUM PRESSURE 

ftorr) 



TARGET DESCRIPTION tA ^fC L^O^? 


l)/o 

pj'O 

p(y/L4/’ 


COMMENTS 



INHIBITED SHAPED CHARGE LAUNCHER DATA SHEET 

TEST NUMBER 7"^ 9 F ^ DATE £ — L? — 

ISCL TEST NO ! ^ I 


EXPLOSIVE 

CHARGE NUMBER 

CHARGE WEIGHT (grams) 

DETONATOR TYPE RP-87 

INHIBITOR 

OVERALL HEIGHT (in) 

INNER DIAMETER (in) 


FXRs 

HEAD #1 : SIZE L5fl! — (kV) 

DISTANCE FBOC (in) 

DELAY TIME (nsec) 


HEAD #2: SIZE 300 soft (kV) 

/ / 

DISTANCE FBOC ^ (in) 

DELAY TIME (usee) 



TARGET DESCRIPTION f^^fC 


COMMENTS 


APPENDIX B 


Projectile Geometry Measurements 



Table 3. Projectile Geometry Measurements 































































ISCL PROJECTILE DATA 


lESBIBSi 

76 ? S’ - / 


VIEW 

OUTER 
DIAMETER 
; (in) 

m 

BM 

mmn 

YAW (view 3) 
PITCH (view 4> 

.X<ieg)-' 

3 

• '-^00 

. 

. 0 ^ 2 . 

/|.G 6 

- 


. 30S 


.031 . 07 / 

J 


■ 4 

. 4'iiy 


, 0^2 . 0^1 

nn 

+ p M . 1 




, 06 '^ 

/1, 70 


AVERAGE OUTER DIAMETER (in) 

AVERAGE THICKNESS (in) Q.Q'^S' 

INNER DIAMETER (in) 0.1^3 

LENGTH (in) 0 ■ ^ ^ 

L/D [j_t! 

TOTAL ANGLE (deg) ^ iOuadrant #) ^ 

MASS (g) h ^ 

AVERAGE VELOCITY (km/s) 


NOTES: 


YAW: (+) is RIGHT 

PITCH: (+) is UP 

DENSITY: 2.7 g/cc 

QUADRANT: Looking at Impact Surface 


2 

1 

3 

4 













ISCL PROJECTILE DATA 



TOTAL ANGLE (deg)_ 


30.7 


)uadrant #) 


mass (g) 



AVERAGE VELOCITY 


(km/s) 



NOTES: YAW: (+) is RIGHT 

PITCH: (+) is UP 

DENSITY: 2.7 g/cc 2 1 

QUADRANT: Looking at Impact Surface — 


3 


4 

















ISCL PROJECTILE DATA 


TEST NUM^'-: ^ ^ 1 


UmsM 

■Hllll 

OUTER 

DLAMETER 

(in) 

LENGTH 

(in) 

WALL 

THICKNESS 

(in) 

1 VELOCTTYf 

YAW {view 3) 
";PlTCH<view4) 

3 

, 0 


, 0 ^7 ^ 

/I. 

f C2 


, 0^^ 


4 


Q .b^O 

, 0 7L 


1- 3^,7 

, ? W 3 

0((7 C? ^ ^ 

■n 


AVERAGE OUTER DIAMETER fin) 0 . ^ 

AVERAGE TfflCKNESS (in) 

INNER DIAMETER (in) 0- 0 ^ 

LENGTH (in) 

L/D 2. 3 

TOTAL ANGLE fdeg) ^ f Quadrant #) 

MASS (g) 

AVERAGE VELOCITY (km/s) U- ^ W 


NOTES: 


YAW: (+) is RIGHT 

PITCH: (+) is UP 

DENSITY: 2.7 g/cc 

QUADRANT: Looking at Impact Surface 


2 

1 

3 

4 


















ISCL PROJECTILE DATA 


TEST NUMBER'.' 

« -H 


Umi^ 

OUTER 

DIAMETER 

(ia) 

LENGTH 

(in) 

WALL '( 

thickness:- 

.(in)". 

1 ^ 

YAW (view 3) 
PITCH (view 4) 
:,tdeg) 

3 

, 910 

— 

. 07“? 

li .^0 

-/' 1.^ 

. 91^3 

, 01^ 

It. 23 

4 

. ^ 0<o 

— 

,0^1 

Ih 

f 9‘i. 4 

, ^3 ^ 

0 (7 1 

— 


AVERAGE OUTER DIAMETER rin) 6^ ^ 

AVERAGE THICKNESS (in) 0,0^^ 

INNER DIAMETER (in) 0 < 

LENGTH (in) Q ■ F 

L/D / , 9 


TOTAL ANGLE (deg)_ 

mass (g)__A_lH 




(Quadrant #~) 


AVERAGE VELOCITY (km/s)_ 


37 


z 


NOTES; 


YAW: (^-) is RIGHT 

PITCH: (+) is UP 

DENSITY: 2.7 g/cc 

QUADRANT: Looking at Impact Surface 


2 

1 

3 

4 
















ISCL PROJECTILE DATA 



MASS (g) L 0 3 

AVERAGE VELOCITY (km/s) 


NOTES; YAW: (+) is RIGHT 

PITCH: (+) is UP 

DENSITY: 2.7 g/cc 2 

QUADRANT: Looking at Impact Surface — 


3 


4 

















IS CL PROJECTILE DATA 


TEST NUMBER’ 

76 ? ^ - 3 


VIEW 

OUTER 

DIAMETER 

(in) 

LENGTH 
’ (in) 

WALL 

THICKNESS 

(in) 

I31SS9 

IH 

YAW (view 3) 
PITCH (view 4) 

3 


,331 



- 



i 1, 3 1 

4 

, 330 

— 


/i, 3 7 

-i- 2 0.1 


— 

- 


AVERAGE OUTER DIAMETER (in) 0 ^ \ 

AVERAGE THICKNESS (in) 0^0 

INNER DIAMETER (in) 0 ■ ' ^ 

LENGTH (in) 

I7D l_£i 

TOTAL ANGLE (deg) S~0 • I ( Quadrant #) 

MASS (g) 0- 

AVERAGE VELOCrTY (km/s) i I - 3 7 


NOTES: 


YAW: (+) is RIGHT 

PITCH: (+) is UP 

DENSITY: 2.7 g/cc 

QUADRANT: Looking at Impact Surface 


2 

1 

3 

4 













ISCL PROJECTILE DATA 


TEST NUMBER ' ■. 

- 

- V 


VIEW 

OUTER 

DIAMETER 

(in) 

LENGTH 

(in) 

WALL ■ 
THICKNESS ; 
(in)"' 

19 

YAW (view 3) 
PITCH (view 4) 
(deg) 

3 

. 

, 372 - 


il . 35' 

I-J2.2 


. oi>i 

Ihli, 

4 

. 3^ ^ 

■ 

. oh ) 

1 

-f 16 ,5^ 


1 

II, 1 7 


AVERAGE OUTER DIAMETER (ini O' ^ ^ ^ 

AVERAGE THICKNESS (in) ObH 

INNER DIAMETER (in) 6 • I ^5^ 

LENGTH (in) 0 ■ 3 7 2. 

L/D /• 

TOTAL ANGLE (degl '3 ^ ^ (Quadrant #1 / 

MASS (g) d. 

AVERAGE VELOCITY (km/s) h> ^ 


NOTES: 


YAW: (+) is RIGHT 

PITCH: (+) is UP 

DENSITY: 2.7 g/cc 

QUADRANT: Looking at Impact Surface 


2 

1 

3 

4 













ISCL PROJECTILE DATA 


TEST NUMBER ' 7^?^ - ^ | 

MmsM 

■1 

OUTER 

DIAMETER 

(ia) 

LENGTH 

(in) 

WALL VELGOTY 

TfflCK^SS Z 

(In) '1 : 

YAW (view 3) 
ErrCH (view 4) 

: , .(..(deg):; ' 

3 

- 



— 

— 

II, 3L 

4 

1 

- 

0 . Ob^ ! 


— 1 



AVERAGE OUTER DIAMETER (in) 

AVERAGE THICKNESS (in) 

MNER DIAMETER (in) IZ 

LENGTH (in) H 

L/D 

TOTAL ANGLE (deg) (Quadrant #) 

mass (g) 0, 

AVERAGE VELOCITY (km/s) i \ . H I 


NOTES: 


YAW: (+) is RIGHT 

PITCH: (+) is UP 

DENSITY: 2.7 g/cc 

QUADRANT: Looking at Impact Surface 


2 

1 

3 

4 


N 


J)roKf^o 


r I 

















ISCL PROJECTILE DATA 


TEST NUMBER':-^ 


76 ?? - 9 



OUTER 

DIAMETER 

(in) 


HESHI 

VELOCITY 1 
(km/s) 

YAW (view 3) 
PrrCH (view 4) 

3 


3(^5' 

/ 

J .Obi 

IhU 

- (oO-Z 

370 

oyi ^ . o6 I 


4 

— 

- 

- 

11,37 

V' / , 7 

— 

' 

~ 


AVERAGE OUTER DIAMETER fin) 

AVERAGE THICKNESS (in) O’ 0<q^ 

INNER DIAMETER (in) 67^1 

LENGTH (in) 0. 3G5~ 

L/D /, i 2- 

TOTAL ANGLE fciegi 0 0 (Quadrant #) 

MASS (g) Q.^^l 

AVERAGE VELOCITY (km/s) I I ■ ^ 


NOTES: 


YAW: (+) is RIGHT 

PITCH: (+) is UP 

DENSITY: 2.7 g/cc 

QUADRANT: Looking at Impact Surface 


2 

1 

3 

4 















ISCL PROJECTILE DATA 



NOTES: YAW: (^) is RIGHT 

PITCH: (+) is UP 

DENSITY: 2.7 g/cc 

QUADRANT: Looking at Impact Surface 


3 


4 



















ISCL PROJECTILE DATA 


TEST NTJMBER 

-11 


n 

OUTER 

DIAMETER 

(in) 

HQHI 

BM 


YAW (view 3) 
prreH(view4) 
0eg) 

3 

3 2 

. ?V7 

. 0 6 X 

ll. % 

+ r- s"/ 

, ni 

, C b' 7 

/(■^? 

4 


- 

. 0 7Y 



. 

. 067 

,U • Y 0 


AVERAGE OUTER DIAMETER fin) 0/ ^^"7 

AVERAGE THICKNESS (in) 0 . 

INNER DIAMETER (in) < 0 ^ 

LENGTH (in) (0 , 

L/D___ V/ 

TOTAL ANGLE (deg) 7 / ^ (Quadrant #) [ 

MASS (g) // ^ y 

AVERAGE VELOCITY (km/s) II' V 


NOTES; YAW: (+) is RIGHT 

PITCH: (+) is UP 

DENSITY: 2.7 g/cc 2 1 

QUADRANT: Looking at Impact Surface — 


3 


4 











ISCL PROJECTILE DATA 


'mST NUMBER' 

76 ? ? - / ^ 



IB 

hBHB 

WALL 

THICKNESS 

(k) 

mm 

YA^ (view 3) 
PITCH (view 4) 

- ' ;-'(4eg): ' 

3 

. — 

' — 

' 

/l.Y? 



— 



4 

- 

- — 




— 


■ 



AVERAGE OUTER DIAMETER fin) 

AVERAGE THICKNESS (in) 

INNER DIAMETER (in) ~ 

LENGTH (in) 

L/D IZ 

TOTAL ANGLE (deg) “ (Quadrant #) 


MASS (g) 

AVERAGE VELOCITY (km/s) \ 


NOTES; 


YAW: (+) is RIGHT 

PITCH: (+) is UP 

DENSITY: 2.7 g/cc 

QUADRANT: Looking at Impact Surface 









2 

1 

3 

4 











ISCL PROJECTILE DATA 


TEST number; ■; 

7U 9^ - / 3 


1 VIEW 

OUTER 

DIAMETER 

(in) 

LENGTH 

(in) 

WALL 

THICKNESS 

m 


YAW (view 3) 
PrrCH (view 4) 
(deg) 

3 



, 0 G ^ 

1 !, 

^ 1^' ^ 




, 0 7 


4 

. 


, o 7 Z. 

mem 

_ 2. 


, 3cf 

, £? & 7 



AVERAGE OUTER DIAMETER 0 . ^ ^ 

AVERAGE THICKNESS (in) 0- 

INNER DIAMETER (in) ^ 

LENGTH (in) 6 . J 1 

L/D /,3V 

TOTAL ANGLE fdeg) ^Ig.l rOuadrant #) V 


MASS (g) / . O'-i 

AVERAGE VELOCITY (km/s). 




NOTES; 


YAW: (+) is RIGHT 

PITCH: (+) is UP 

DENSITY; 2.7 g/cc 

QUADRANT: Looking at Impact Surface 



















ISCL PROJECTILE DATA 


TEST NUMBERS- 





OUTER 

DIAMETER 

(ia) 

LENGTH 

(in) 

WALL 

TmCKNESS.; 

(In) 

VELOCITY 

(km/s> 

YAW (view 3> 
PITCH (view 4) 

■ Meg)-.', -v 

3 


- 

^ 

1 1- s-/ 

' 

— 

— 


4 

— 



Ih 



-- 

ii,r/ 


AVERAGE OUTER DIAMETER (in) ^ 

AVERAGE THICKNESS (in) 

INNER DIAMETER (in) 

LENGTH (in) 

L/D 

TOTAL ANGLE (deg) IL f Quadrant #) 

MASS (g) I 

AVERAGE VELOCITY (km/s) 7 ' 


NOTES: 


YAW: (+) is RIGHT 

PITCH: (+) is UP 

DENSITY: 2.7 g/cc 

QUADRANT: Looking at Impact Surface 


2 

1 

3 : 

4 


0 


roG^c 'nee 


gro/^<w 














IS CL 



AVERAGE OUTER DIAMETER (in), 
AVERAGE THICKNESS (in) 


INNER DIAMETER (in) ^ 

LENGTH (in) d 


h3I 


TOTAL ANGLE (deg) 1 

MASS (g) Q.ll 


AVERAGE VELOCITY (km/s). 


NOTES: YAW: (+) is RIGHT 

PITCH: (+) is UP 

DENSITY: 2.7 g/cc 

QUADRANT: Looking at I 



111 





3 


4 













ISCL PROJECTILE DATA 



AVERAGE OUTER DIAMETER (in) 0 . ^ 

AVERAGE THICKNESS (in) Q 

INNER DIAMETER (in) 

LENGTH (in) 0' ^ 

L/D /, 99 


TOTAL ANGLE 



MASS (g) I'll 

AVERAGE VELOCITY (km/s)_ 


NOTES: YAW; (+) is RIGHT 

PITCH: (+) is UP 

DENSITY: 2.7 g/cc 

QUADRANT: Looking at Impact Surface 


3 


4 






ISCL PROJECTILE DATA 


Itestnxmber 

-,,U - ^0 


VIEW 1 

OUTER 

DIAMETER 

(in) 

LENGTH 

(in) 

WALL 

THICKNESS 

(in) 


YAW (view 3) 
PITCH (view 4) 
(deg) 

3 


0, ■’3. 

, 0^0 


/i/ V 

— 

- 


4 

- 


- 

1 h 


— 


— 

— 


AVERAGE OUTER DIAMETER (in)_ 

AVERAGE THICKNESS (in) 

INTIER DIAMETER (in) >0 ■ 

LENGTH (in) O > ^ ^ 3 

L/D D ‘ 






TOTAL ANGLE (deg) 

MASS (g) ^ ^ 


( Quadrant #) 


AVERAGE VELOCITY (km/s). 


, 1? 


V 


NOTES; 


YAW; (+) is RIGHT 

PITCH: (+) is UP 

DENSITY: 2.7 g/cc 

QUADRANT: Looking at Impact Surface 

















ISCL PROJECTILE DATA 


[TEST NUMBER 




Hi 

LENGTH 

(in) 

WALL 

THICKNESS 

(in) 

VELOCITY 
(km/s) ■ 

YAW (view 3) 
PrrCH (view 4) 

3 

, C7 

, 4^3 

, 0 7/ 

/I, ^ ? 

h F' ^ 

. 3 S V 

— 


4 

- 

- 





— 

- 


AVERAGE OUTER DIAMETER fin) 3 

AVERAGE THICKNESS (in) 'O'! I 

INNER DIAMETER (in) ^ ^ ^ 

LENGTH (in) 3 > 

L/D h ^ ^ 

TOTAL ANGLE fdeg) ^ / 0 (Quadrant #) ! 

MASS (g) 0 

AVERAGE VELOCITY (km/s) ' I' 


NOTES: 


YAW: (+) is RIGHT 

PITCH: (+) is UP 

DENSITY: 2.7 g/cc 

QUADRANT: Looking at Impact Surface 


2 

1 

3 

4 












APPENDIX C 


General Target Damage Measurements 
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APPENDIX D 


MSEC Wall Hole Size Measurements 



Table 4. MSFC Hole Size Measurements 
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APPENDIX E 


Radiographic Images 
























Figure 27. Behind Wall Debris Pattern for Test 7698-1 
(Vertical View). 
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Figure 28. Behind Wall Debris Pattern for Test 7698-2 
(Horizontal View). 




Figure 30. Behind Wall Debris Pattern for Test 7698-5 
(Horizontal View). 



Figure 31. Behind Wall Debris Pattern for Test 7698-5 
(Vertical View). 
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Figure 33. Behind Wall Debris Pattern for Test 7698-6 


(Vertical View). 
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Figure 34. Behind Wall Debris Pattern for Test 7698-11 
(Horizontal View). 



Figure 35. Behind Wall Debris Pattern for Test 7698-11 


(Vertical View). 
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Figure 36. Behind Wall Debris Pattern for Test 7698-21 
(Horizontal View). 
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Figure 37. Behind Wall Debris Pattern for Test 7698-21 
(Vertical View). 
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Appendix F 
Test Summary for 
Final Report 06-7139 
dated October 1995 


The work reported on in this test report (06-7698) is a continuation of work performed during 
SwRI Project Number 06-7139. Therefore, correlation of the data between these programs is essential. 
During the previous program, projectile mass calculations were made using a technique which has since 
been modified. Therefore, to insure that the data in this current work correlates properly with the data 
reported in the October 1995 report, the projectile masses from the 06-7139 report have been 
recalculated using the new calculation procedure. The following table reflects these changes. 

Also, during the conduct of the 06-7139 experiments, are-calibration of the flash x-ray system 
occurred between Tests 7139-9 and 7139-10. It has since been determined, based on the extremely low 
velocity values measured during Tests 7139-10 through 7139-15, that this calibration was inaccurate. 
Therefore, the velocity values have been adjusted based on the average ISCL velocity. The procedure 
used to adjust the values is given below: 

Average Velocity of “Slow” Projectiles: 10.69 km/s 

Known Average ISCL Velocity: 1 1 .28 km/s 

Adjusted Value = [“slow” velocity - 10.69] -i- 11.28 

Example: Test 7139-10: 

Adjusted Velocity = [10.60 - 10.69] + 11.28 = 11.19 km/s 




Table No. 2. Test Summary 



U.S. Lab Whipple 
( 0 /) 

Russian Whipple Shield 
( 0 /) 


ESA Cylinder 
( 0 /) 


Enhanced Lab #1 
( 0 /) 


U.S. Lab Whipple 
(65/) 


ESA Cylinder 
(65/) 


( 0 /) 

Jem Whipple 
(65/) 


Shield had a 1-1/2" diameter hole, Wall had a 
1 " diameter hole. All three wimess plates were 
perforated. 

Shield had a 3" diameter hole, Wall had a 6" 
(post petal) diameter hole, and Plate #3 had a 
full waffle-square removed. All three witness 
plates were perforated. 

Shield had a 1-1/2" diameter hole. Wall had a 
1-1/4" diameter hole, and Plate #3 had a 1-3/4" 
diameter hole. All three wimess plates were 
perforated. 


Projectile hit stripper plate. No data. 

Shield had a 4" by 2" hole. MLI was 
destroyed. Material came off shield normal to 
its surface and missed wall. No wimess 
damage. 

Shield had a 1-3/4" by 3" hole. Wall #1 had a 
narrow slit 2-1/4" long wim several cracks 
forming. Wall #2 had not cracks or holes. No 
witness damage. 

I*rojectile hit stripper plate. No data. 

Shield had a jagged hole wim major diameter 
of 3-1/2". MLI was destroyed. Wall had no 
cracks or holes. No wimess damage. 


















Table No. 2 . Test Summary 



Projectile 
Mass (g) 



8-28-95 0.88 


8-28-95 


8-29-95 



Enhanced Lab #2 
( 0 /) 


Enhanced Lab #1 
( 0 /) 


iced Lab 
(65/) 


Enhanced Russian 
( 0 /) 


U.S. Lab Whipple 
(45/) 


Russian Enhanced 
with Clamped Fabric 
( 0 /) 


Shield had a hole with major diameter of 2- 
1/2". Wall had a large, jagged hole with major 
diameter up to 5-1/2" and cracks up to 6" long. 
Large amount of pettaling of wall plate. All 
witness plates perforated. 

Shield had a 3-1/2" diameter hole. The Nextel 
layer had a 3" diameter hole. The Kevlar layer 
had a 5" diameter hole. The wall had a jagged 
hole with diameter up to 8-1/2" with several 
cracks (one running to the plate edge). All 
witness plates perforated. 

Shield had a 3-1/2" diameter hole. Nextel and 
Kevlar layers both had 3" to 4" diameter holes. 
Wall had no holes but bulged 1". No witness 
damage. 

Projectile broke up. Shield had a 3" diameter 
hole. Nextel and Kevlar layers had 3" 
diameter holes. Wall had a hole up to 7-1/2" 
diameter. 

Shield had a 4-3/4" by 2-1/2" diameter hole. 
Wall had only one small hole (1/2" diameter). 
Witness 1 had a few small perforations, 
Witness 2 and 3 were not damaged. 

Shield had a 2-1/2" diameter hole. Nextel and 
Kevlar layers had 2" to 3" diameter holes. 
Wall had a hole up to 7-1/2" diameter. 
Witness 1 had a 4" diameter hole. Witness 2 
and 3 had 2" to 3" diameter holes. 






































